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(54) Magnetic particle and its production method 

(57) The present invention relates to a method of 
producing a magnetic particle including forming a layer 
containing an alloy particle that can fonri CuAu type or 
CU3AU type hard magnetic order alloy phase on a sup- 
port, oxidizing the layer, and annealing the layer in non- 
oxidizing atmosphere. The Invention also relates to a 
method of producing a magnetic particle including pro- 
ducing an alloy particle that can form hard magnetic or- 
der alloy phase, oxidizing the alloy particle, and anneal- 
ing the particle In non-oxidizing atmosphere, and a mag- 



netic particle produced by the foregoing production 
method. Further, the invention relates to a magnetic re- 
cording medium comprising a magnetic layer containing 
a magnetic particle and a method of producing a mag- 
netic recording medium including fomiing a layer con- 
taining an alloy that can form the foregoing hard mag- 
netic order alloy phase, oxidizing the layer, and anneal- 
ing the layer in non-oxidizing atmosphere. 
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» ti 
Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

[0001] The present invention relates to a magnetic particle and a production method thereof as well as a magnetic 
recording medium containing the magnetic particle in a magnetic layer and a production method thereof. 

10 Description of the related art 

[0002] To make the size of a magnetic particle contained in a magnetic layer is required in order to ihcrease the 
magnetic recording density. For example, with respect to a magnetic recording medium to be widely used in form of a 
videotape, a computer tape, a disk or the like, in the case the weight of a ferromagnetic substance is same, the noise 

15 decreases with decrease in particle size. 

[0003] As a hopeful material forthe magnetic particle to improve the magnetic recording density, CuAu type or CugAu 
type hard magnetic order alloys (e.g. refer to Japanese Patent Application Laid-Open (JP-A) No. 2003-73705) can be 
cited. The hard magnetic order alloys have been known to have a high crystal magnetic anisotropy due to the strains 
generated in an ordering process and show hard magnetism even if the size of the magnetic particle is made small. 

20 [0004] The magnetic particle showing the hard magnetism can be produced by a liquid-phase method and a vapor- 
phase method and especially, a magnetic particle immediately after the production by a liquid-phase method has a 
disorder phase and a face-centered cubic lattice structure. 

[0005] The face-centered cubic lattice thus-generated generally shows soft magnetism or paramagnetism. A mag- 
netic particle having soft magnetism or paramagnetism is not suitable for use as a recording media. In order to obtain 
25 a hard magnetic order alloy with a coercive force of 95.5 kA/m (1 ,200 Oe), required for a magnetic recording medium, 
it required to carry out annealing at a temperature not lower than a transfomnation temperature at which the disorder 
phase is transformed to the order phase. 

[0006] In the case, the foregoing magnetic particle is produced by a liquid-phase method, the metal composing a 
magnetic particle is required to be annealed in a non-oxidizing atmosphere of such as Ar, Ng, so as not to be oxidized. 
30 However, according to the experiments performed by the inventors of the Invention, when the alloy phase is ordered 
by annealing, occasionally, the transfomnation temperature is elevated. And the elevated transformation temperature 
causes problems in the heat resistance of a substrate, the production facilities, and the reproducibility of the magnetic 
characteristics. 

35 SUMMARY OF TME INVENTION 

[0007] As described above, the object of the present invention is to provide a method of producing a magnetic particle 
that enables the production of a magnetic particle with hard magnetism without increasing the annealing temperature, 
and a magnetic particle produced by the production method. 
40 [0008] Also, the object of the invention Is to provide a magnetic recording medium having a magnetic layer comprising 
the foregoing magnetic particle and the production method thereof. 

[0009] According to the results of the earnest investigations to solve the above-mentioned problems, the Inventors 
of the present invention have found that the above-mentioned object can be achieved by the invention described in 
the following. That is: 

45 

The first aspect of the invention is a method (A1) of producing a magnetic particle including forming on a support 
a layer containing alloy particles that can fom) a CuAu lype or CugAu type hard magnetic order alloy phase, oxidizing 
the layer, and annealing the layer in a non-oxidizing atmosphere. 

The second aspect of the invention is the method (A1) of producing a magnetic particle, wherein the atmosphere 
50 for the annealing is a reducing atmosphere, an annealing temperature is 450**C or lower, and a retention time is 

10 minutes or shorter. 

The third aspect of the invention Is the method (A1 ) of producing a magnetic particle, wherein a third element other 
than elements that can fomn the CuAu type or CugAu type hard magnetic order alloy phase, is added to the alloy 
particle as an alloying element. 
55 The fourth aspect of the Invention is a method (A2) of producing a magnetic particle including producing an alloy 

particle that can fonn a CuAu type or CU3AU type hard magnetic order alloy phase, oxidizing the alloy partrcle, and 
annealing the particle in a non-oxidizing atmosphere. 

The fifth aspect of the Invention is the method (A2) of producing a magnetic particle, wherein the atmosphere for 
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the annealing is a reducing atmosphere, an annealing temperature is 450^C or lower, and a retention time is 10 
minutes or shorter. 

The sixth aspect of the Invention Is the method (A2) of producing a magnetic particle, wherein a third elennent other 
than elements that can form the CuAu type or CU3AU type hard magnetic order alloy phase, Is added to the alloy 
5 particle as an alloying element. 

The seventh aspect of the invention is a magnetic particle {A3) produced by a method including forming on a 
support a layer containing alloy particles that can form a CuAu type or CU3AU type hard magnetic order alloy phase, 
oxidizing the layer, and annealing the layer in a non-oxidizing atmosphere. 

The eighth aspect of the invention is the magnetic particle {A3), wherein the atmosphere for the annealing is a 
10 reducing atmosphere, an annealing temperature is 450°C or lower, and a retention time is 10 minutes or shorter. 

The ninth aspect of the invention is the magnetic particle (A3), wherein a third element other than elements that 
can form the CuAu type or CU3AU type hard magnetic order alloy phase, is added to the alloy partteles as an 
alloying element. 

The tenth aspect of the invention is a magnetic particle (A4) produced by a method including producing an alloy 
15 particle that can fomn a CuAu type or CU3AU type hard magnetic order alloy phase, oxidizing the alloy particle, and 

annealing the particle in a non-oxidizing atmosphere. 

The eleventh aspect of the Invention Is the magnetic particle (A4), wherein the atmosphere for the annealing Is a 
reducing atmosphere, an annealing temperature is 450''C or lower, and a retention time is 10 minutes or shorter. 
The twelfth aspect of the invention is the magnetic particle (A4), wherein a third element other than elements thai 
20 can form the CuAu type or CU3AU type hard magnetic order alloy phase, is added to the alloy particle as an alloying 

element. 

The thirteenth aspect of the invention is the magnetic recording medium {A5) comprising a magnetic layer con- 
taining magnetic particles produced by a method Including forming on a support a layer containing alloy particles 
that can fonn a CuAu type or CUgAu type hard magnetic order alloy phase, oxidizing the layer, and annealing the 
25 layer in a non-oxidizing atmosphere. 

The fourteenth aspect of the invention Is the magnetic recording medium (A5), wherein the atmosphere for the 
annealing is a reducing atmosphere, an annealing temperature is 450^0 or lower, and a retention time Is 1 0 minutes 
or shorter 

The fifteenth aspect of the invention is the magnetic recording medium (A5), wherein a third element other than 
30 elements that can form the CuAu type or CUgAu type hard magnetic order alloy phase, Is added to the alloy particles 

as an alloying element. 

The sixteenth aspect of the invention is a magnetic recording medium (AS) comprising a magnetic layer containing 
magnetic particles produced by a method including producing alloy particles that can form a CuAu type or CU3AU 
type hard magnetic order alloy phase, oxidizing the alloy particles, and annealing the particles in non-oxidizing 
35 atmosphere. 

The seventeenth aspect of the invention is the magnetic recording medium (A6) wherein the atmosphere for the 
annealing is a reducing atmosphere, an annealing temperature is 450*C or lower, and a retention time is 1 0 minutes 
or shorter. 

The eighteenth aspect of the invention is the magnetic recording medium {A6), wherein a third element other than 
40 elements that can form the CuAu type or CU3AU type hard magnetic order alloy phase, Is added to the alloy particles 

as an alloying element. 

The ninteenth aspect of the invention is a method (A7) of producing a magnetic recording medium including fonning 
on a support a layer containing an alloy that can form a CuAu type or CU3AU type hard magnetic order alloy phase, 
oxidizing the layer, and annealing the layer in a non-oxidizing atmosphere. 
45 The twentieth aspect of the invention is the method (A7) of producing a magnetic recording medium according to 
claim 1 9, wherein the atmosphere for the annealing is a reducing atmosphere, an annealing temperature Is 450**C 
or lower, and a retention time is 1 0 minutes or shorter. 

DETAILED DESCRIPTION OF THE INVENTION 

50 

«Magnetic particle and its production metbod» 

[001 0] The first method of producing the magnetic particle according to the present invention includes an alloy particle 
production step, in which an alloy particle that can form hard magnetic order alloy phase is produced by a liquid phase 
55 method or a vapor phase method; oxidation step, in which the produced alloy particle is oxidized; and annealing step, 

in which the alloy particle Is annealed in a non-oxidizing atmosphere after oxidation. 

[001 1 ] Hereinafter, a method of producing a magnetic particle and magnetic particle of the invention will be described 
along with descriptions of the foregoing respective steps. 
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<AHoy particle production step> 

[001 2] An alloy particle that can be converted to a magnetic particle by annealing can be produced by a vapor phase 
method or a liquid phase method. In consideration of suitability for mass production, the liquid phase method is pref- 
5 erable. As the liquid phase method, a variety of conventionally known methods can be applied. A reducing method, 
which is an improvement of the conventional method, is preferably employed and, among them, a reverse micelle 
method by which the particle size can be easily controlled is especially preferable. 

(Reverse micelle method) 

10 

[0013] The reverse micelle method includes at least (1) a reduction step in which reduction reaction is proceeded 
by mixing two types of reverse micelle solutions and (2) an aging step in which aging is proceeded at a;='prescribed 
temperature after the reduction. 

[001 4] Hereinafter, the respective steps will be described. 

15 

(1) Reduction step: 

[0015] At first, a reverse micelle solution (I) Is prepared by mixing a water-insoluble organic solvent containing a 

surfactant and an aqueous reducing agent solution. 
20 [0016] As the foregoing surfactant, an oil-soluble surfactant is used. Specifically, sulfonate types (e.g. Aerosol OT 

(produced by Wako Pure Chemical Industries, Ltd.), quaternary ammonium salt types (e.g. cetyltrimetKylammonium 

bromide), ether types (e.g. pentaethyleneglycol dodecyl ether) and the like can be exemplified. 

[0017] The amount of the surfactant included in the water-insoluble organic solvent is preferably 20 to 200 g/1 . 

[0018] Preferable water-insoluble organic solvents to dissolve the surfactant arc alkanes, ethers and alcohols. 
25 [0019] As alkanes, alkanes having 7 to 12 carisons are preferable. Specifically, heptane, octane, isooctane, nonane, 

decane, undecane, dodecane and the like are preferable. 

[0020] As ethers, diethyl ether, dipropyl ether, dibutyl ether and the like are preferable. 
[0021] As alcohols, ethoxyethanol, ethoxypropanol and the like are preferable. 

[0022] As the reducing agent included in an aqueous reducing agent solution, alcohols; polyalcohols; Hg; compounds 
30 containing HCHO. SgOg-^, H^POz', BH4 . N2H5+. H2PO3, and the like are preferably used alone or In combination with 
two or more types of them. 

[0023] The amount of the reducing agent in the aqueous solution is preferably 3 to 50 mole with respect to 1 mole 
of a metal salt. 

[0024] Here, the mass ratio (water/ surfactant) of water and the surfactant in the reverse micelle solution (I) is pref- 
35 erably 20 or lower. If the mass ratio exceeds 20, a precipitation tends to be fomied and the particles tend to become 
uneven. The mass ratio is adjusted to be preferably 15 or lower, more preferably 0.5 to 10. 

[0025] Besides, a reverse micelle solution (11) is prepared by mixing a water-insoluble organic solvent containing a 
surfactant and an aqueous metal salt solution. 

[0026] The conditions (the substance to be used, the concentration, and the like) of the surfactant and the water- 
40 insoluble organic solvent are similar to those in the case of the reverse micelle solution (I). 

[0027] Incidentally, the same solution as or a solution different from the reverse micelle solution (I) can be used. 
Further, the mass ratio of water and the surfactant in the reverse micelle solution (II) may be within the sanre range as 
that In the reverse micelle solution (I) and may be adjusted to be the same value as or a value different from that of 
the reverse micelle solution (I). 
45 [0028] As the metal salt contained in the aqueous metal salt solution , it is preferable to select a proper metal salt so 
as to make a magnetic particle possible to form CuAu type or CU3AU type fen-omagnetic order alloy. 
[0029] Here, as the CuAu type ferromagnetic order alloy, FeNi, FePd, FePl. CoPl, CoAu and the like can be exem- 
plified and among them, preferable are FePd, FePt, and CoPt. 

[0030] As the CugAu type fen-omagnetic order alloy. Ni3Fe. FePd3, Fe^Pt, FePtg, CoPta, NiaPt, CrPta, Nl3Mn can be 
50 exemplified and among them, preferable are FePd3, FePta, CoPt^, FeaPd, FeaPt, and C03R. 

[0031] Specific examples of the metal salt include HgPtCle, KgPtCU, Pt(CH3COCHCOCH3)2, Na2PdCl4 Pd 
(OCOCH3)2, PdClg, Pd(CH3COCHCOCH3)2. HAUCI4, Fe2(S04)3, Fe(N03)3, {NHj3Fe(C2H4)3, Fe 
(CH3COCHCOCH3)3, NiS04, C0CI2, Co(OCOCH3)2 and the like. 

[0032] The concentration of the aqueous metal salt solution (as the metal salt concentration) is preferably 0.1 to 
55 1 ,000 fimol/ml, more preferably 1 to 1 00 fimol/ml. 

[0033] Proper selection of the foregoing metal salt makes it possible to produce an alloy particle that can form the 

CuAu type or CU3AU type ferromagnetic order alloy in which a base metal and a noble metal are alloyed. 

[0034] It is required for the alloy particle to transfomi the alloy phase from the disorder phase to the order phase by 
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annealing and in order to lower the transformation temperature. It Is preferable to add the third element such as Sb, 
Pb. Bi. Cu, Ag. Zn, and In to the foregoing binary alloys. It is preferable to add previously precursors of the respective 
third elements to the metal salt solution. The addition amount is preferably 1 to 30 at%, more preferably 5 to 20 at% 
to the binary alloys. 

5 [0035] The reverse micelle solutions (I) and (II) prepared in such a manner are mixed. The mixing method is not 
particularly limited, however taking the uniformity of reduction into consideration, it is preferable to carry out mixing by 
adding the reverse micelle solution (II) while stirring the reverse micelle solution (I). On completion of the mixing, the 
reduction Is going to be caused and at that time, the temperature is preferably constant within a range from -5 to 30*C. 
[0036] If the reduction temperature is lower than -S^'C, problems such as freezing of the water phase that causes 

10 uneven reduction occur, and if it exceeds 30°C, f locculation or precipitation easily takes place and the reaction system 
becomes unstable in some cases. The reduction temperature is preferably 0 to 25° C, more preferably 5 to 25° C. 
[0037] Here: the above-mentioned "constant temperature" means that the temperature is within the range of ±3°C, 
wherein the set temperature Is defined as T (°C). And the upper limit and the lower limit of the reducing temperature 
are still within the above-mentioned range of the temperature (-5 to 30°C). 

15 [0038] The duration of the reduction should be properly set depending on the amounts or the like of the reverse 
micelle solutions and is preferably 1 to 30 minutes, more preferably, 5 to 20 minutes. 

[0039] It is preferable for the reduction to be carried out under higher speed stirring condition possible, since the 
process of the reduction significantly affects monodispersion of the particle size distribution. 

[0040] A preferable stirring apparatus is a stirring apparatus having a high shearing force and specifically, the stirring 
20 apparatus Is those in which stirring blades basically have a turbine type or a paddle type structure and further, the 
sharp edge are attached to the ends of the blades or the positions contacting the stirring blades, and the blades are 
rotated by a motor. More specifically, Dissolver (manufactured by Tokushu Kika Kogyo Co., Ltd.), Omnimixer (manu- 
factured by Yamato Scientific Co., Ltd.), Homogenizer (manufactured by SMT) and the like are useful. By employing 
these apparatuses, typo alloy particles having monodispersion distribution can be obtained in form of a stable dispor- 
ts sion. 

[0041] It is preferable to add at least one kind of dispersants having 1 to 3 amino groups or carboxyl groups to at 
least one of the foregoing reverse micelle solutions (I) and (II) In an amount of 0.001 to 10 mole per 1 mole of the alloy 

- particle to be produced. 

[0042] Addition of such a dispersant makes it possible to obtain alloy particles free from flocculation having mono- 
30 dispersion distribution. 

[0043] If the addition aniount is less than 0.001 mole, the monodispersion property of the alloy particle cannot be 
improved In some cases and If It exceeds 10 mole, flocculation sometimes takes place. 

[0044] As the foregoing dispersant. an organic compound having a group adhering to the surface of the alloy particle 
is preferable. Specifically, an organic compound having 1 to 3 groups selected from a group of amino groups, carboxyl 
35 groups, sulfonic acid groups, and sulfinic acid groups, are employed. They may be used alone or in combination of them. 
[0045] The compound can be represented by a structural formula; R-NHg, NH2-R-NH2, NH2-R(NH2)-NH2. R-COOH, 
COOH-R-COOH. COOH-R(COOH)-COOH, R-SO3H, SO3H-R-SO3H. . S03H-R(S03H)-S03H. R-SOgH. 
SO2H-R-SO2H, S02H-R(S02H)-SO2H wherein R denotes a linear, branched or cyclic saturated or unsaturated hydro- 
carbon. 

40 [0046] A compound especially preferable as a dispersant is oleic acid. The oleic acid is a well-known surfactant for 
stabilizing colloids and has been used for protecting metal particles of such as iron or the like. Relatively long chain of 
the oleic acid (for example, oleic acid has a chain of 18 carbons with a length of about 20 A (about 2 nm). Oleic acid 
is not an aliphatic compound but has one double bond) gives important steric hindrance canceling mutual magnetic 
reaction among particles. 

45 [0047] In the same manner as the case of oleic acid, similar long chain carboxylic acids such as emcic acid, linoleic 
acid and the tike (for example long chain organic adds containing 8 to 22 carbon atoms can be used alone or in 
combination) can be used. Oleic acid is an economical natural resource that is easily available (from olive oil or the 
like). Therefore, It is preferable. Oleylamine derived from the oleic acid is also a usable dispersant as well as oleic acid. 
[0048] In the reduction step as described above, it is considered that metals with a lower redox potential [metals with 

50 about -0.2 V (vs. N. H. E) or lower] such as Co, Fe, Ni, Cr or the like to be contained in the CuAu type or CU3AU type 
hard magnetic order alloy phase are reduced and precipitated in form of a particle having a monodispersion distribution 
and a minimum size. After that, in the temperature elevation step and an aging step to be described later, the precipitated 
base metal becomes a core and on its surface, metals with a higher redox potential [metals with about -0.2 V (vs. N. 
H. E) or higher] such as Pt, Pd, Rh and the like are reduced by the base metals and precipitated, replacing the base 

55 metals. It is supposed that the ionized base metals are reduced again by a reducing agent and precipitated. Such steps 
are repeated and an alloy particle that can forni the CuAu type or CugAu type hard magnetic order alloy can be obtained. 
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(2) Aging step: 

[0049] On completion of the reduction, the solution after the reaction is heated to an aging temperature. 

[0050] The foregoing aging temperature is preferably controlled at a constant temperature, which Is higher than the 

5 temperature in the foregoing reduction and in the range of 30 to 90 "^C. The duration of aging is preferably 5 to 180 
minutes. If the aging temperature is higher than the foregoing range or duration is longer than the foregoing range, 
fiocculation and precipitation easily take place. On the contrary, if the temperature is lower than the foregoing range 
or the duration Is shorter than the foregoing range, occasionally, the reaction can not be completed and, as a result, 
the composition of the alloy changes. The preferable aging temperature Is 40 to BO**C, more preferably, 40 to 70**C. 

10 And preferable duration is 10 to 150 minutes, more preferably 20 to 120 minutes. 

[0051 ] Here, the foregoing "constant temperature" means the same as the case of the temperature at the reduction 
(in this case, "the reduction temperature" Is replaced with "the aging temperature"). Especially, the aging temperature 
is preferably at least 5**C, more preferably at least 10 ^'C, higher than the reduction temperature, still being kept in the 
range of the foregoing aging temperature (30 to QQ^C). If the aging temperature is lower than the temperature 5**C 

15 higher than the reduction temperature, it sometimes becomes Impossible to obtain a prescribed composition. 

[0052] In the aging step as described above, noble metals are precipitated on the base metals reduced and precip- 
itated in the reduction step. 

[0053] That is, reduction of the noble metals takes place only on the base metals and it does not occur that the base 
metals and noble metals are separately precipitated. Thus, an alloy particle that can fonn the GuAu type or CugAu type 
20 hard magnetic order alloy can be produced at a high yield with a prescribed composition ratio, and the composition 
can be controlled as desired. Also, by properly adjusting the stin-ing speed at the time of aging, the diameter of the 
alloy particle to be obtained can be controlled as desired. 

[0054] After the foregoing aging, a washing and dispersing step is preferably carried out, in which the solution after 
the foregoing aging is washed with a mixed solution of water and a primary alcohol and after that, a precipitate is 
25 formed from the solution by a precipitation treatment with a primary alcohol, and dispersing the precipitate with an 
organic solvent. 

[0055] By performing the washing and dispersing step, impurities are removed and the coating property in the case 
of fonnatlon of a magnetic layer of a magnetic recording medium by coating can be improved. 
[0056] The foregoing washing and dispersing step may be carried out at least once, preferably twice, respectively. 
30 [0057] The foregoing primary alcohol employed for washing is not particularly limited. And methanol, ethanol or the 
like is preferable. The mixing ratio by volume (water/primary alcohol) is preferably in the range of 10/1 to 2/1, more 
preferably In the range of 5/1 to 3/1 . 

[0058] If the water ratio Is high, it becomes difficult to remove the surfactant in some cases and on the contrary, if 
the ratio of the primary alcohol is high, fiocculation sometimes occurs. 
35 [0059] As described above, the alloy particle dispersed in the solution (an alloy particle-containing solution) can be 
obtained. 

[0060] Since the alloy particles have monodispersion distribution, even if It is applied to a support, the alloy particles 

are not flocculated and maintain the uniformly dispersed state. Accordingly, the respective particles are not flocculated 
even if annealing treatment is carried out, the alloy particle can be efficiently given hard magnetism and is excellent in 
40 coating suitability. 

[0061] The diameter of the alloy particle before the oxidation, which will be described later, is preferably small in 
temris of suppression of noise, however if it is too small, the particle occasionally becomes superparamagnetic after 
annealing and becomes unsuitable for use In magnetic recording. Generally the diameter of the alloy particle is pref- 
erably 1 to 1 00 nm, more preferably 1 to 20 nm, further preferably 3 to 10 nm. 

45 

(Reduction method) 

[0062] There are a variety of methods for producing the alloy particle that can fonn a CuAu type or CU3AU type hard 
magnetic order alloy by reduction. A method is preferable in which a metal with a lower redox potential (hereinafter, 
so simply referred to as "a base metal" in some cases) and a metal with a higher redox potential (hereinafter, simply 
referred to as "a noble metal") are reduced with a reducing agent or the like in an organic solvent, water, or a mixed 
solution of an organic solvent and water. 

[0063] The sequence of the reduction of the base metal and the noble metal Is not particularly limited and both may 
be simultaneously reduced. 

55 [0064] As the foregoing organic solvent, alcohol, polyaicohol and the like can be used and methanol, ethanol. butanol 
and the like can be cited as the alcohol and ethylene glycol, glycerin and the like can be cited as the polyaicohol. 
[0065] Examples of the CuAu type or CugAu type hard magnetic order alloy are the same as exemplified in the above- 
mentioned reverse micelle method. 
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[0066] Also, as a method for producing an alloy particle by precipitating the noble metal before the base metal, a 
method disclosed in paragraph 18 to 30 In Japanese Patent Application No. 2001-269255 can be employed. 
[0067] As the metal with a higher redox potential, PI Pd, Rh and the like are preferable to be employed and 
HaPtCls-SHsO. Pt(CH3COCHCOCH3)2. RhCla-SHaO. Pd(OCOCH3)2, PdClg. PdlCHaCOCHCOCHaja and the like can 
5 be used while being dissolved in a solvent. The concentration of the metal in a solution is preferably 0.1 to 1 ,000 pmnol/ 
ml, more preferably 0.1 to 100 jimol/ml. 

[0068] As the metal with a lower redox potential, Co. Fe, Ni, and Cr are preferable to be employed and especially 
preferable one is Fe and Co. As such a metal. FeS04.7H20, NiS04.7H20. CoClg-SHgO, Co(OCOCH3)2-4H20 can be 
used by dissolving them in a solvent. The concentration of the metal in a solution is preferably 1 to 1,000 ^imol/ml. 
10 more preferably 0.1 to 1 00 njnol/ml. 

[0069] Further, similarly to the case of employing foregoing reverse micelle method, it is preferable to lower the 
transformation temperature to the hard magnetic order alloy by adding the third element to a binary alloy. Th*e addition 
amount is same as that In the case of the reverse micelle method. 

[0070] For example, in a case a base metal and a noble metal are successively reduced in this order by using a 
15 reducing agent, it is preferable to carry out the reduction as follows: the base metal or the base metal with a portion of 
the noble metal reduced with a reducing agent having a reduction potential lower than -0.2 V (vs. N.H.E) is added to 
a noble metal source and reducing the mixture with a reducing agent having a redox potential higher than -0,2 V (vs. 
N.H.E), and after that, reducing the mixture with a reducing agent having a reduction potential lower than -0.2 V (vs. 
N.H.E). 

20 [0071] Although the redox potential depends on the pH in the reaction system, as the reducing agent with a redox 
potential higher than -0.2 V (vs. N.H.E), alcohols such as 1 ,2-hexadecanediol; glycerin compounds; H2;'and HCHO 
are preferably used. 

[0072] As the reducing agent with a redox potential lowerthan -0.2 V (vs. N.H.E), SgOg^-. HaPOa", BH4-, NgHg*, and 
H2p03" are preferably used. 

35 [0073] Here, in the case a 0 vaient metal compound such as Fe carbonyl is used as a raw material of the base metal, 
a reducing agent is not particularly required. 

[0074] In reduction precipitation of the noble metal, an alloy particle can be stably produced in the presence of an 
adsorbent. As the adsorbent, a polymer and a surfactant can be preferably used. 

[0075] As the foregoing polymer, polyvinyl alcohol (PVA), poly(N-vinyl-2-pyrrolidone) (PVP), gelatin and the like can 
30 be exemplified. Among them, especially preferable one is PVP. 

[0076] The molecular weight of the polymer is preferably 20,000 to 60.000, more preferably 30,000 to 50.000. The 
amount of the polymer is preferably 0.1 to 1 0 times, more preferably 0.1 to 5 times, the weight of the alloy particles to 
be produced. 

[0077] The surfactant preferably used as the adsorbent preferably contains "an organic stabilizer", which is a long 
35 chain organic compound represented by the general fomiula: R-X. In the fonmula, R denotes "a tale group", which is 
a linear or branched hydrocarbon or fluorocarbon chain and generally contains 8 to 22 carbon atoms. And X represents 
"a head group", which is a portion (X) giving a specified chemical bond to the surface of the alloy particle and preferably 
selected from the group of sulfinate (-SOOH), sulfonate (-SO2OH), phosphinate (-POOH), phosphonate (-0P0(0H)2), 
carboxylate, and thiol. 

40 [0078] The foregoing organic stabilizer is preferably selected from the group of sulfonic acid (R-SO2OH). sulfinic 
acid (R-SOOH), phosphinic acid (RgPOOH), phosphonic acid (R-OPO(OH)2). carboxylic acid (R-COOH). and thiol 
(R-SH). Among them, similarly to the reverse micelle method, oleic acid is especially preferable. 
[0079] The combination of the foregoing phosphine and the organic stabilizer (e.g. triorganophosphine/acid) can 
provide excellent controllability to the growth and stabilization of the particle. Although didecyl ether and didodecyl 

45 ether can be used, phenyl ether and n-octyl ether can be used preferably as a solvent due to the low cost and high 
boiling point of them. 

[0080] The reaction is carried out preferably in the range of 80^C to 360°C, and more preferably in the range of BO^'C 
to 240°C, depending on the required alloy particle and the boiling point of the solvent. The particle does not grow if 
the temperature is lower than the temperature range in some cases. If the temperature is higher than the range, the 
50 particle grows without control and undesirable by-products may grow in some cases. 

[0081] Similarly to that in the reverse micelle method, the particle size of the alloy particle is preferably 1 to 1 00 nm, 
more preferably 3 to 20 nm, and further preferably 3 to 1 0 nm. 

[0082] A seed crystallization method is effective as the method for increasing the particle size (the particle diameter). 
In the case the alloy particle is used as a magnetic recording medium, it is preferable to pack the alloy particle in the 
55 closest packing state in order to increase the recording capacity. For achieving the closest packingt, the standard 
deviation of the size of the alloy particle is preferably less than 1 0%, more preferably 5% or less. The variation coefficient 
of the particle size is preferably less than 10%. more preferably 5% or less. 

[0083] If the particle size is too small, the alloy particle becomes superparamagnetic and this phenomenon is not 
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preferable. Therefore, in order to enlarge the particle si7e, the seed crystallisation method is preferable as described 
above. In the process of the seed crystallization, a metal having higher redox potential than the metals composing the 
particle sometimes precipitates. In such a case, oxidation of the particle is considered to occur. Accordingly, the particle 
Is preferably hydrogenated prior to the seed crystallization. 
5 [0084] It is preferable for a noble metal to form an outermost layer of the alloy particle from a viewpoint of oxidation 
prevention. However particle having an outermost layer composed of a noble metal flocculate easily. According to the 
Invention, an alloy of a noble metal and a base metal Is preferable for the layer. Such a constitution can be formed 
easily and efficiently by a liquid-phase method. 

[0085] Removal of salts from the solution after the alloy particle synthesis is preferable in terms of improvement of 
10 the dispersion stability of the alloy particle. To remove the salts, an alcohol is added excessively to cause slight floc- 

culation, spontaneously or centrif ugally cause precipitation , and remove the salts together with the supernatant solution . 

However, such a method easily causes flocculation. Hence, an ultra filtration method Is preferable to be employed. 

Thus, the alloy particle dispersed in a solutiori (an alloy particle-containing solution) can be obtained. 

[0086] A transmission electron microscope (TEM) may be employed for the particle size evaluation of the alloy par- 
's tide. Although electron diffraction by TEM can be employed to detemriine crystal system of the alloy particle or the 

magnetic particle, x-ray diffraction is preferably employed since it has a high precision. For the composition analysis 

of the Inside of the alloy particle or the magnetic particle, FE-TEM equipped with EDAX whteh emits a convergent 

electron beam, may be preferably employed for the evaluation. Further, the evaluation of the magnetic property of the 

alloy panicle or the magnetic particle can be carried out using VSM. 

20 

<Oxidat!on step> 

[0087] By oxidizing thus-obtained alloy particle, a magnetic particle with hard magnetism can be efficiently produced 
without elevating tho temperature at annealing in a non-oxidizing atmosphere thereafter. That is supposedly attributed 

25 to the phenomenon described as follows. 

[0088] That is, at first, oxygen enters in the crystal lattice by oxidizing the alloy particle. When annealing is carried 
out with invasion of the oxygen in the lattice, oxygen is dissociated from the crystal lattice by the heat. Defects are 
generated by the dissociation of oxygen and since the metal atoms composing the alloy easily translocate through the 
defects, phase transformation is supposedly caused easily even at a relatively low temperature. 

30 [0089] Such a phenomenon can be supported by measuring the EXAFS (expanded range x-ray absorption fine 
structure) of the alloy particle after the oxidation and the magnetic particle subjected to the annealing. 
[0090] For example, in a Fe-R alloy particle not experiencing the oxidizing treatment, a bond between a Fe atom 
and a Pt atom or a Fe atom can be confirmed. 

[0091] On the contrary, in an alloy particle experiencing the oxidation treatment, a bond between a Fe atom and an 
35 oxygen atom can be conflmned. On the other hand, a bond between a Fe atom and a Pt atom and a Fe atom are 
scarcely observed. That means the bonds of Fe-Pt, Fe-Fe are cut by oxygen atoms. Accordingly it is supposed that 
Pt atoms and Fe atoms become easy to move at annealing. 

[0092] Then, after the alloy particle is annealed, existence of oxygen cannot be confinned and existence of bonds 
between a Fe atom and a Pt atoms or a Fe atom in the surrounding of a Fe atom can be confimned. 
40 [0093] Taking the above-mentioned phenomenon into consideration, it can be understood that the phase transfor- 
mation is difficult to proceed without oxidation and the annealing temperature is required to be high without oxidation. 
However, if oxidation Is can-ied out to an excess extent, the mutual reaction between oxygen and a metals that is easy 
to be oxidized such as Fe becomes so intense as to produce a metal oxide. 

[0094] Accordingly, control of the oxidation state of the alloy particle becomes important and therefore, it is required 
45 to proceed the oxidation at the optimistic condition. 

[0095] The oxidation can be carried out, for example, In the case of production of the alloy particle by the liquid phase 
method as described above, by supplying a gas containing at least oxygen to the produced alloy parlicle-conlaining 
solution. 

[0096] The partial pressure of the oxygen is preferably 1 0 to 1 00%, more preferably 1 5 to 50%, of the total pressure. 
so [0097] The oxidation temperature is preferably 0 to lOO^C, more preferably 1 5 to 80*C. 

[0098] The oxidation state of the alloy particle is preferably evaluated by EXAFS and the like. The number of bonds 
of a base metal such as Fe with oxygen is preferably 0.5 to 4, more preferably 1 to 3, from a viewpoint of cutting the 
Fe-Fe bonds and Pt-Fe bonds by oxygen, 

[0099] Further, the foregoing alloy particle can be oxidized being coated or fixed on a support by exposure to the air 
55 at a room temperature (0 to 40°C). Oxidation of the alloy particle being coated on a support prevents the flocculation 
of the alloy particle. The duration of the oxidation is preferably 1 to 48 hours, more preferably 3 to 24 hours. 
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< Annealing treaiment> 

[0100J The alloy particle after the oxidation is in disorder phase. The alloy particle in a disorder phase can not attain 
hard magnetization as described above. Therefore, in order to convert the phase of the alloy particle to the order phase, 
5 a heating treatment (annealing) is required to be conducted on the alloy particle. The transformation temperature, at 
which the alloy composing the alloy particle order-disorder transfonns, can be obtained by using a differential thermal 
analyzer (DTA). It is required to carry out the heating treatment at a temperature equal to or higher than the transfor- 
mation temperature. 

[0101] The foregoing transformation temperature is generally about 500^*0, however It is sometimes decreased by 
10 addition of the third element. Further, the transformation temperature can be decreased by changing the atmosphere 
atthe above-mentioned oxidation and annealing properly. Accordingly, the annealing temperature is preferably adjusted 
to be 1 50**C or higher, more preferably 150 to 450°C. 

[0102] Representative magnetic recording media are a magnetic recording tape and a floppy (R) disk. They are 
produced by forming a magnetic layer in web state on a support, which is composed of an organic substance, and 

15 then processing the resultant substrate into a tape-state for the former and punching the substrate into a disk-state for 
the latter. The invention Is effective in the case an organic support is used since the transformation temperature to the 
ferromagnetism can be lowered. Thus, the invention can preferably applied to such mediums. 
[0103] When annealing the alloy in a web state, annealing duration is preferably short. That is because if the annealing 
duration is long, the apparatus becomes very large and long. For example, in the case the annealing duration is set 

20 at 30 minutes and the transportation speed of a web is set at 50 m/min, the line length becomes as long as 1 ,500 m. 
Therefore, In a method of producing a magnetic particle of the invention, the annealing duration is preferably 1 0 minutes 
or shorter, more preferably 5 minutes or shorter. 

[0104] In order to shorten the annealing duration as described above, the annealing is preferably proceeded at a 
reducing atmosphere as described later. Shortening of the annealing duration is effective in prevention of a def omnation 

2S of the support and a diffusion of impurities from the support. 

[0105] If the alloy is annealed In a particle state, the particle easily moves to cause fusion of the particles. Therefore, 
although a high coercive force can be obtained, the resultant magnetic recording medium tends to have a disadvantage 
that the particle size becomes large. Accordingly, the alloy particle is preferably annealed being coated on a support 
or the like in temis of prevention of flocculation of the alloy particle. 

30 [0106] Further, by annealing an alloy particle on a support to give a magnetic particle, a magnetic recording medium 
comprising a magnetic layer containing such a magnetic particle can be obtained. 

[0107] As the support, both inorganic and organic supports can be used as long as they are usable for a magnetic 
recording medium. 

[0108] As a support of an inorganic material, Al, an Mg alloy such as Al-Mg, Mg-AI-Zn and the like, glass, quartz, 
35 cariDon, silicon, ceramic and the like can be employed. Those supports are excellent in impact resistance and have 
rigidity suitable for thinning and high-speed rotation. Further, as compared with a support of an organic material, they 
are more resistant to heat. 

[0109] As a support of an organic material, polyesters such as polyethylene terephthalate, polyethylene naphthalate; 
polyotefins; cellulose triacetate; polycarbonate; polyamide (including aliphatic polyamide and aromatic polyamide such 
40 as aramlde); polylmlde; polyamldelmlde; polysulfone; polybenzoxazole; and the like can be employed. 

[0110] To coat the alloy particle on a support, a variety of additives are added, if necessary, to a solution containing 
an alloy particle after the foregoing oxidation and the mixture Is coated on a support. 

[0111] The content of the alloy particle is preferably a desired concentration in a range of 0.01 to 0.1 mg/ml. 
[0112] As a method for coating the alloy particle on a support, air doctor coat, blade coat, rod coat, extnjsion coat, 
45 air knife coat, squeezing coat, impregnation coat, reverse roil coat, transfer roil coat, gravure coat, kiss coat, cast coat, 

spray coat, spin coat, and the like can be employed. 

[0113] The atmosphere at annealing should be a non-oxidizing atmosphere of H2, Ng, Ar, He, Ne and the like in order 
to efficiently promote phase transfomnation and prevent oxidation of the alloy 

[0114] Particularly, in terms of dissociation of oxygen having entered in the lattice by oxidation, the annealing is 
50 conducted preferably in a reducing atmosphere of such as methane, ethane, Hg, and the like. Further, in terms of 
particle diameter retention, annealing is preferably carried out in a magnetic field under the reducing atmosphere. 
Incidentally, in the case Hg atmosphere is employed, an inert gas is preferably added in temris of prevention of explosion. 
[0115] Further, in order to prevent fusion of the particle at annealing, it is preferable to carry out annealing once at 
a temperature equal to or lower than the transformation temperature in an inert gas to carbonize the dispersant and 
55 then cany out annealing at a temperature equal to or higher than the transformation temperature In a reducing atmos- 
phere. In this case, the most preferable embodiment is that afterthe foregoing annealing is carried out at a temperature 
equal to or lower than the transformation temperature, depending on the necessity, a Si-type resin or the like is coated 
on the layer of the alloy particle and then the annealing is candied out at a temperature equal to or higher than the 
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transformation temperature. 

[0116J By carrying out such annealing as described above, the alloy particle is transformed from the disorder phase 
to order phase and a magnetic particle exhibiting hard magnetism can be obtained, 

[01 17] A magnetic particle produced by the above-mentioned method of producing a magnetic particle of the inven- 
5 tion preferably has a coercive force of 95.6 to 398 kA/m (1 ,200 to 5,000 Oe). And in the case it is applied to a magnetic 
recording medium, it more preferably has a coercive force of 95.5 to 278.6 kA/m (1 ,200 to 3,500 Oe) in consideration 
of the compatibility of a recording head. 

[01 18] Further, the particle diameter of the magnetic particle is preferably 1 to 1 00 nm, more preferably 3 to 20 nm, 
and further preferably 3 to 1 0 nm. 
10 [0119] A second method of producing magnetic particle according to the invention includes steps of forming a layer 
containing an alloy particle that can form CuAu type or CUgAu type hard magnetic order alloy phase on a support, 
subjecting It to oxidation treatment, and then annealing it In non-oxidizing atmosphere. 

[0120] The production method includes some common points with the above-mentioned first method of producing 
a magnetic particle, however it differs from the first method in a point that the foregoing alloy particle is produced by 
15 being directly precipitated on a support and subjected to oxidation and annealing treatment. 

[0121] As the foregoing precipitation method, any method which can precipitate a desired alloy particle on a support 
and fonri a layer containing the alloy particle can be employed without limitation. A sputtering film fomnatbn method 
is preferable for the production. 

[0122] The sputtering film formation method includes "RF magnetron sputtering method (hereinafter, sometimes 
20 referred to as "RF sputtering method"), "DC magnetron sputtering method", and the like and any of them can be em- 
ployed. The "RF sputtering method is preferable since it can efficiently fomn an alloy particle that can form CuAu type 
or CU3AU type hard magnetic order alloy phase. 

[01 23] Segregation of Si, Cr or the like In crystal grain boundaries is preferable to lower the magnetization unit and 
suppress the noise. 

25 [0124] The CuAu type or CU3AU type order alloy film fomried by sputtering is paramagnetic or soft magnetic and 
becomes hard magnetic by annealing. In this case, according to the invention, annealing in non-oxidizing atmosphere, 
preferably in reducing atmosphere, after oxidation Is effective in terms of lowering the transformation temperature, 
- [01 25] The oxidation after the film formation is preferably conducted by a method similar to the first production meth- 
od, in which oxidation is carried out by exposure to the air. 

30 [0126] Afterthe oxidation Is carried out. the alloy particle is annealed under the same conditions as those of the first 
production method to obtain a magnetic parttele having hard magnetism. 

<'Magnetic recording mediums 

35 [0127] A magnetic recording medium of the invention comprises a magnetic layer containing a magnetic particle 
which is produced by the method of producing a magnetic particle of the Invention described above. 
[0128] The magnetic recording medium includes a magnetic tape such as a video tape, a computer tape and the 
like; a magnetic disk such as a floppy (R) disk, a hard disk and the like. 

[0129] In the case an alloy particle (an alloy particle-containing solution) is coated on a support and annealed to 
40 obtain a magnetic particle as described above, a layer containing such a magnetic particle can be a magnetic layer 
[0130] Further, In the case the alloy particle Is annealed in a particle state rather than annealed while being coated 
on a support to produce a magnetic particle, a coating solution is prepared by kneading the magnetic particle by an 
open kneader, three-roll mill and the like and then finely dispersing the magnetic particle by a sand grinder or the like 
and then the coating solution is coated on a support by a known method to form a magnetic layer. 
45 [01 31 ] Further as described In "the second method of producing a magnetic particle according to the Invention", the 
magnetic recording medium may be produced by fomning a layer containing an alloy that can form CuAu type or CugAu 
type hard magnetic order alloy phase on a support by the sputtering film formation method, oxidizing it, and annealing 
it in non-oxidizing atmosphere to fomn a magnetic layer. 

[0132] In this case, the oxidation can be perfonned by the above-mentioned exposure to air at a room temperature 
so (0 to 40*C). Further, the annealing is preferable to be carried out in the manner as described In "the first method of 
producing a magnetic particle according to the present invention". 

[0133] Although it depends on the type of the subject magnetic recording medium, the thickness of the magnetic 
layer to be formed is preferably 4 nm to 1 p,m, more preferably 4 nm to 100 nm. 

[0134] The magnetic recording medium of the invention may comprise another layer, if necessary, in addition to the 
55 magnetic layer. For example, In the case of a disk, a magnetic layer or a non-magnetic layer is preferably fomried further 
on the face opposite to the magnetic layer. In the case of a tape, a back layer is preferably fomried on the face of an 
insoluble support opposite to the magnetic layer. 

[0135] Further, the wear resistance is improved by forming an extremely thin protection film on the magnetic layer 
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and further the sliding property is improved by coating a lubricant on the protection film to obtain a magnetic recording 
medium with sufficiently high reliability. 

[0136] As a material for the protection film, oxides such as silica, alumina, titania, zirconia, cobalt oxide, nickel oxide 
and the like; nitrides such as titanium nitride, silicon nitride, boron nitride and the like; carbides such as silicon carbide, 

5 chromium carbide, boron carbide and the like; carbon such as graphite, amorphous cartDon and the like can be exem- 
plified and especially preferable one is a hard amorphous carbon generally so called diamond-like cariDon. 
[0137] The cariDon protection film composed of cariDon Is an extremely thin film having a sufficient wear resistance 
and scarcely causing baking in a sliding member, therefore is suitable for material for a protection film. 
[0138] As a method for forming a carbon protection film, a sputtering method is generally employed in the case of a 

10 hard-disk and many methods employing plasma CVD with a higher film fomiation rate have been proposed for the 
products such as a video tape and the like which require continuous film formation. Accordingly, these methods are 
preferably employed. ' 
[0139] Among them, it is reported that a plasma injection CVD (P(-CVD) method has an extremely high film formation 
rate and is capable of providing a cariDon protection film which is hard, has few pin holes, and is excellent as a protection 

15 film (for example, JP-A Nos. 61-130487, 63-279426 and 3-113824). 

[0140] The carbon protection film preferably has Vickers hardness of 1 ,000 kg/mm2 or higher, more preferably 2,000 
kg/mm2. Further, Its crystal structure Is preferably an amorphous structure. And the protection film Is preferably non- 
conductive. 

[0141] In the case a diamond-like carbon film is used as a carbon proleclion film, the structure can be confirmed by 
20 Raman scattering spectroscopy. That is, in a case a diamond-like cariDon film is measured, the structure can be con- 
f im^ed by detection of a peak at 1 ,520 to 1 ,560 cm-"* . If the structure of the carbon film is shifted from the ctiamond-like 
structure, the peak detected by the Raman spectrometry is shifted from the foregoing range and the hardness as a 
protection film is lowered. 

[0142] As a cari3on raw material for forming the carbon protection film, carbon-containing compounds, for example, 
25 alkanes such as methane, ethane, propane, butane and the like; alkenes such as ethylene, propylene and the like; 
alkynes such as acetylene and the like are preferably used. Further, if necessary, a earner gas such as argon and an 
addition gas such as hydrogen, nitrogen and the like for improving the film quality may be added. 
[0143] If the film thickness of the carbon protection film is thick, the electromagnetic conversion property is deterio- 
rated and the adhesion strength to the magnetic layer is decreased. And if the film thickness is thin, the wear resistance 
30 becomes Insufficient. Accordingly, the film thickness is preferably 2.5 to 20 nm, more preferably 5 to 1 0 nm. 

[0144] Further, in order to improve the adhesion strength between the protection film and the magnetic layer to be 
a substrate, it is preferable to previously etch the surface of the magnetic layer with an inert gas or to cany out surface 
modifying by exposing the magnetic layer to a reactive gas plasma such as oxygen. 

[0145] The magnetic layer may be formed to have a layered structure to improve the electromagnetic conversion 
35 property or may have a known non-magnetic under layer and intermediate layer thereunder. In order to improve the 
running durability and corrosion resistance, as described above, a lubricant or a rust-preventing agent is preferably 
supplied to the foregoing magnetic layer or the protection film. As the lubricant to be supplied, known hydrocarbon- 
type lubricants, fluorine-type lubricants, and extreme pressure agent and the like can be used. 
[0146] Examples of the hydrocarbon-type lubricants include carboxylic acids such as stearic acid, oleic acid, and 
40 the like; esters such as butyl stearate and the like; sulfonic acids such as octadecylsulfonic acid and the like; phosphoric 
acid esters such as monooctadecyl phosphate; alcohols such as stearyl alcohol, oleyl alcohol, and the like; cart^oxylic 
acid amides such as stearic acid amide; and amines such as stearylamine and the like. 

[0147] The examples of the fluorine-type lubricants include lubricants obtained by substituting some or all of thealkyi 
groups of the foregoing hydrocarbon-type lubricants with fluoroalkyl groups or perfluoropolyether groups. 
45 [0148] The perfluoroether groups include perfluoromethylene oxide polymers, perfluoroethylene oxide polymers, 
perfluoro-n-propylene oxide polymers (CF2CF2CF20)r,, perfluorolsopropylene oxide polymers (CF(CF3)CF20)n, or 

their copolymers. 

[0149] Further, compounds which are the hydrocari3on-type lubricants having polar functional groups such as hy- 
droxyl groups, ester groups, carboxyl groups and the like in the terminals of the alkyi groups and in the molecules are 

50 effective in lowering the friction force, thus are suitable. 

[0150] The molecular weights of them are preferably 500 to 5,000, more preferably 1 ,000 to 3,000. If it is less than 
500, the evaporation property becomes high and the lubricating property becomes low in some cases. Further, if it. 
exceeds 5,000, since the viscosity becomes high, a slider and a disk easily stick to each other to result in occurrence 
of running stoppage and head crush. 

55 [0151] As the perfluoro ethers, those in trade name of FOMBLIN manufactured by Ausimont K.K., KRYTOX manu- 
factured by Du Pont K.K. and the like are commercialized. 

[0152] Examples of the extreme pressure agents include esters such as phosphoric acid esters such as trilauryl 
phosphate, phosphorous acid esters such as trilauryl phosphite, thiophosphorous acid esters such as trilauryl trithio- 
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phosphite, thiophosphorlc acid and the like; sulfur-type extreme pressure agents such as dibenzyl disulfide and the 
like can be exemplified. 

[01 53] The foregoing lubricants can be used alone or In combination of a plurality of them. The methods for coating 
these lubricants on the magnetic layer or the protection film may involve steps of dissolving such a lubricant in an 

5 organic solvent and coating the solution on the layer by a wire bar method, a gravure method, a spin coat method, a 
dip coat method, and the like, or depositing the lubricant on the layer by a vacuum evaporation. 
[0154] Examples of the rust-preventing agents include nitrogen-containing heterocyclic compounds such as benzo- 
triazole, benzlmidazole, purine, pyrimldine and the like and their derivatives obtained by introducing alkyi side chains 
into the mother cores of them: nitrogen- and sulfur-containing heterocyclic compounds such as benzothiazole, 2-mer- 

10 captobenzothiazole, tetrazaindene cyclic compounds, thiouracyl compounds and the like and their derivatives. 

[0155] As described above, in the case the magnetic recording medium is a magnetic tape, a back coat layer (a 
backing layer) may be formed on the face of a non-magnetic support where the magnetic layer is not formed. The back 
coat layer is a layer fomied by coating a coating material for back coat layer formation obtained by dispersing granular 
components such as an abrading material, an antistatic agent and the like and a binder in a known organic solvent, 

15 on the face of the non-magnetic support where the magnetic layer is not formed. 

[01 56] As the granular components, a variety of inorganic pigments and carbon black may be used and as the binder, 
nitrocellulose, phenoxy resin, vinyl chloride-based resin, polyurethane type resin may be used solely or in combination. 
[0157] Further, a known adhesive layer may be formed on the face to be coated with an alloy particle-containing 
soluUon and the face where the back coat layer is to be formed. 

20 [0158] The magnetic recording medium produced in such a manner has an centeriine average of the surface in the 
range of preferably 0. 1 to 5 nm, more preferably 1 to 4 nm, with a cut-off value of 0.25. That is because It'is preferable 
for the magnetic recording medium for high density recording to make the surface have extremely excellent smoothness 
as described above. 

[01 59] As a method for obtaining such a surface, a method for carrying out calendering treatment after the magnetic 
55 layer fonnation can be exemplified. Further, varnishing treatment may be carried out. 

[0160] The obtained magnetic recording medium may be property punched out by a punching apparatus or cut into 
a desired size by a cutting machine or the like, and used. 

EXAMPLES 

30 

[0161] Hereinafter, the present invention will be described in details along with examples, however the invention is 
not limited to these examples. 

[Example 1] 

35 

(Production of Feet alloy particle) 

[0162] The following steps were carried out in highly pure N2 gas. 

[0163] A reverse micelle solution (I) was prepared by adding and mixing an alkane solution containing 10.8 g of 
40 Aerosol OT (produced by Wako Pure Chemical Industries, Ltd.), 80 ml of decane (produced by Wake Pure Chemical 
Industries, Ltd.), and 2 ml of oleylamine (Tokyo Kasei Kogyo Co.. Ltd.) to and with an aqueous reducing agent solution 
containing 0.76 g of NaBH4(produced by Wako Pure Chemical Industries, Ltd.) dissolved In 16 ml of water (deoxygen- 
atton: 0.1 mg/L or lower). 

[0164] A reverse micelle solution (II) was prepared by adding and mixing an alkane solution containing 5.4 g of 
45 Aerosol OT and 40 ml of decane to and with an aqueous metal salt solution containing 0.46 g of Iron triammonium 
trioxalate (Fe(NH4)3(C304)3) (produced by Wako Pure Chemical Industries, Ltd.) and 0.38 g of potassium chloroplat- 
inale (KgPlCg (produced by Wako Pure Chemical Industries, Ltd.) dissolved in 12 ml of water (deoxygenated). 
[0165] While the reverse micelle solution (I) was stirred at 22°C at a high speed by Omni mixer (manufactured by 
Yamato Scientific Co., Ltd.), the reverse micelle solution (II) was added in an instant. After 10 minutes, while being 
50 stirred by a magnetic stirrer, the resultant mixture was heated to 50**C and aged for 60 minutes. 

[01 66] After mixed with 2 ml of oleic acid (produced by Wako Pure Chemical Industries, Ltd.), the mixture was cooled 
to a room temperature. After the cooling, the mixture was taken to the atmosphere. In order to break the reverse micelle, 
a mixed solution of 100 ml water and 1 00 ml of methanol was added, thus water phase and oil phase were separated . 
An alloy particle was dispersed in the oil phase. The oil phase was washed 5 times with a mixed solution of 600 ml of 
55 water and 200 ml of methanol. 

[0167] After that. 1 ,1 00 ml of methanol was added to flocculate and precipitate the alloy particle. After the supernatant 
was removed, 20 ml of heptane (manufactured by Wako Pure Chemical Industries, Ltd.) was added to disperse the 
particle again. 
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[0168] Further, precipitation by adding 100 ml of methanol and dispersion by 20 ml of heptane following the precip- 
itation, were repeated twice. Rnally 5 ml of heptane was added to prepare an alloy melal-containing solution containing 
FePt alloy particle with a mass ratio 2 
(water/ surfactant) of water and a surfactant. 
5 [0169] With respect to the obtained alloy particle, the yield, the composition, the volume average particle diameter, 
and the distribution (variation coefficient) were measured to obtain the following results. 

[0170] incidentally, the composition and the yield were measured by ICP mass spectrometry (Inductively coupled 
plasma spectrometry). 

[0171] The volume average particle diameter and the distribution were calculated by measuring the particles photo- 
10 graphed by TEM (transmission electron microscope: manufactured by Hitachi Ltd. 30 kV) and processing statistically. 
[0172] The alloy particle for measurement was alloy particle collected from the produced alloy particle solution , suf- 
ficiently dried, and heated in an electric furnace. • 

composition: FePt alloy with 44.5 at% of Pt 
15 yield: 85% 

average particle diameter 4.2 nm 
variation coefficient: 5% 

(Oxidation) 

20 

[0173] Vacuum degassing was carried out so as to adjust the concentration of the alloy particle to be 4% by weight 
and the resultant alloy particle-containing solution was concentrated. After the concentration, the pressure was turned 
back to a normal pressure and in order to oxidize the alloy particle, oxygen gas was supplied to the alloy particle- 
containing solution. The solvent evaporated at the oxidation was compensated by adding heptane. After the oxidation, 
25 0.04 ml of oleylamlne was added per 1 mi of the alloy particle-containing solution. 

(Annealing) 

[0174] To the support obtained by firing the surface of a Si support (thickness: 1 mm) to form SxO^ to the depth of 
30 about 300 nm from the surface, the alloy partlcle^containing solution after the oxidation was applied by a spin coater. 
The coating amount was adjusted so that the amount of the alloy particle became 0.5 g/m^. 

[0175] After the coating, annealing was carried out by heating with a temperature rising rate of 50*»C/min in an electric 
furnace (550 °C) under gas atmosphere for 30 minutes and cooling to a room temperature with a temperature 
decreasing rate of 50^C/min to fomi a magnetic layer (film thickness: 50 nm) containing the magnetic particle and a 
35 magnetic recording medium was produced. 

[0176] The flow rate of the gas at the annealing was adjusted to be 200 ml/min. Further, with respect to the alloy 
particle after oxidation, EXAFS measurement was carried out to find that the bonding length between Fe and oxygen 
was 1 9.7 nm and the number of the bonds of Fe with oxygen was 2.2. 

40 [Example 2] 

[0177] A nnagnetic recording medium was produced in the same manner as Example 1 , except that a gas mixture 
of oxygen and nitrogen {02:N2 = 1:1) was used in place of oxygen gas at the oxidation. 

[0178] With respect to the alloy particle after the oxidation, EXAFS measurement was candied out to find that the 
45 bonding length between Fe and oxygen was 19.8 nm and the number of the bonds of Fe with oxygen was 1 .8. 

[Example 3] 

[0179] A magnetic recording medium was produced in the same manner as Example 1 , except that the air was used 
50 in place of oxygen gas at the oxidation. 

[0180] With respect to the alloy particle after the oxidation. EXAFS measurement was carried out to find that the 
bonding length between Fe and oxygen was 19.9 nm and the number of the bonds of Fe with oxygen was 1 .5. 

[Example 4] 

55 

[0181 J A nnagnetic recording medium was produced in the same manner as Example 1 , except that Hg gas atmos- 
phere was employed in place of N2 gas atmosphere and the heating temperature was changed to 500°C at the an- 
nealing. 
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[0182] With respect to the alloy particle after the oxidation, EXAFS measurement was carried out to find that the 
bonding length between Fe and oxygen was 1 9.7 nm and the number of the bonds of Fe with oxygen was 2. 1 . 

[Example 5] 

5 

[0183] A magnetic recording medium was produced in the same manner as Example 4, except that H2 gas atmos- 
phere was employed in place of gas atmosphere and the heating temperature was changed to 400°C at the an- 
nealing. 

10 [Example 6] 

[0184] A magnetic recording medium was produced In the same manner as Example 4, except that the heating 
temperature was changed to be 450*'C at the annealing. 

IS [Example 7J 

[0185] A magnetic recording medium was produced in the same manner as Example 6, except that the Hg gas flow 
rate was changed from 200 ml/min to 600 ml/min and the retention time at 450*0 was changed from 30 minutes to 10 
minutes at the annealing. 

20 

[Example 8] 

[0186] A magnetic recording medium was produced in the same manner as Example 6, except that the gas flow 
rate was changed from 200 ml/min to 1 ,200 ml/min and the retention time at 450°C was changed from 30 minutes to 
25 5 minutes at the annealing. 

[Comparative Example 1 ] 

[0187] A magnetic recording medium was produced in the same manner as Example 1, except that nitrogen gas 
30 was used in place of oxygen gas at the oxidation. 

[Comparative Example 2] 

[0188] A magnetic recording medium was produced in the same manner as Example 1 , except that argon gas was 
35 used in place of oxygen gas at the oxidation. 

[0189] Magnetic particles were scraped out from the magnetic layers of the respective magnetic recording media 

obtained by Examples 1 to 8 and Comparative Examples 1 and 2 by a spatula and evaluated In terms of the magnetic 

property, the volume average particle diameter, and the crystal structure. The results are shown in the following Table 1 . 

[0190] The magnetic property measurement (measurement of coercive force) was carried out by evaluating the 
40 magnetic layers together with substrates under condition of applied magnetic field of 790 kA/m (1 0 kOe) by employing 

a high sensitive magnetization vector measurement apparatus manufactured by Toei Industry Co., Ltd. and DATA 

processing apparatus manufactured by the same company. 

[0191] The volume average particle diameter was measured by already mentioned TEM with 300 kV acceleration 
voltage. 

45 [01 92) The analysis of the crystal structure was carried out according to a powder method using a goniometer with 
tubular voltage of 50 kV, tubular current of 300 mA and CuKa-ray as a radiation source, employing an x-ray diffraction 
apparatus manufactured by Rigaku Corporation. 



Table 1 



so 




Introduced gas 


After annealing 


Crystal structure 








Volume average 
particle diameter 
(nm) 


Coercive force (kA/ 
m) 




55 


Example 1 


Oxygen 


5 


276.5 (3500 Oe) 


Tetragonal FePt h 
hematite 
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Tabic 1 (continued) 





Introduced gas 


After annealing 


Crystal structure 


Volume average 
particle diameter 
(nm) 


Coercive force (kA/ 
m) 


Examolc 2 


Oxygon; nitrogo n = 
1:1 


c 
o 


PRP 8 ^3200 Oo^ 


Tetragonal FcPt 


Example 3 


Air 


0 




Tetragonal FePt 




Oxvaen 


5 


387. 1 (4900 Oe) 


Tetragonal FePt 

J - 


Example 5 


Oxygen 


5 


250 (3165 Oe) 


Tetragonal FePt 


Example 6 


Oxygen 


5 


355.5 (4500 Oe) 


icirayonai reri 


Example 7 


Oxygen 


5 


347.6 (4400 Oe) 


Tetragonal FeR 


Example 8 


Oxygen 


5 


331 .8 (4200 Oe) 


Tetragonal FePt 


ComparatI Example 
Example 1 


Nitrogen 


5 


15.8(200 Oe) 


Cubic FeR 


ComparatI Example 
2 


Argon 


5 


14.22(1800 Oe) 


Cubic FePt 



[0193] According to Table 1 , In the case of Comparative Examples 1 and 2, the obtained magnetic particles still had 
cubic disorder phase with a low coercive force (He), meanwhile the magnetic particles of the magnetic recording media 
of Examples 1 to 8 subjected to the oxidation were found having high coercive force. 

[0194] That was supposedly allributed to that the oxidation made it possible to lower the phase Iransformalion tem- 
perature to the temperature lower than those in the case of Comparative Examples. 

[0195] Further, in Examples 4 to 8, the annealing was carried out in hydrogen atmosphere, so that high coercive 
force (He) was obtained and the starting temperature of the transformation could be lowered to the temperature lower 
than that in other Examples. Particularly, In Examples 7 and 8. the annealing period could be shortened. 

[Example 9] 

[0196] A layer containing alloy particle that can form CuAu type hard magnetic order alloy phase on a support (quartz 
substrate, thickness: 1 .25 mm) was fomned by RF sputtering method using a sputter target composed of an FePt alloy 
(Fe/Pt = 1 by atomic composition ratio). 
[0197] The sputtering conditions were as follows: 

substrate temperature: 450**C; 
sputtering gas pressure: 50 Pa; and 
target-substrate distance: 95 mm. 

[0198] After the foregoing layer was formed, oxidation was carried out. The oxidation was carried out by holding 
(exposing) each specimen at a room temperature (25**C) for 6 hours In air. After that, annealing was canied out by 
heating with a temperature rising rate of 50°C/min in an electric furnace (450 °C) under Hg gas atmosphere for 30 
minutes and cooling to a room temperature with a temperature decreasing rate of 50°C/min to form a magnetic layer 
(film thickness: 50 nm) containing the magnetic particle and a magnetic recording medium was produced. 

[Example 10] 

[0199] A layer (about 30 nm) containing alloy particle that can form CuAu type hard magnetic order alloy phase on 
a support was fonned by RF sputtering method using a sputter target composed of an CoPt alloy (Co/Pt = 1 by atomic 
composition ratio). A quartz substrate (thickness: 1.25 mm) was used as the support. The sputtering conditions were 
the same as those of Example 9. The annealing was carried out in the same manner as Example 9 lo form a magnetic 
layer and a magnetic recording medium was produced. 
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[Example 11] 

[0200] A magnetic recording medium was produced in the same manner as Example 9, except that the atmosphere 
of the annealing was changed from Hg gas to N2 gas. 

[Example 12] 

[0201 ] A magnetic recording medium was produced In the same manner as Example 1 0, except that the atmosphere 

of the annealing was changed from H2 gas to N2 gas. ^ 

[Comparative Example 3] 

[0202] A magnetic recording medium was produced in the same manner as Example 9, except that the oxidation 
was not carried out. Incidentally, a series of the steps from finishing the sputtering to the production of the magnetic 
recording medium were carried out in N2 gas for preventing the oxidation of the alloy particle or the like, 

[Comparative Example 4] 

[0203] A magnetic recording medium was produced in Ihe same manner as Example 10, except lhal the oxidation 
was not carried out. Incidentally, a series of the steps from finishing the sputtering to the production of the magnetic 
recording medium were carried out in N2 gas for preventing the oxidation of the alloy particle or the like. 
[0204] The magnetic property evaluation of the magnetic layers of the respective magnetic recording media obtained 
by Examples 9 to 1 2 and Comparative Examples 3 and 4 together with the substrates in the same manner as Example 
1 and the like. The results arc shown in the following Tabic 2. 



Table 2 





Oxidation 


Annealing treatment 


Coercive force (kA/m) after 
annealing 


Atmosphere 


Temperature 


Example 9 


With oxydation 


Hydrogen 


450*»c 


395 (5000 Oe) 


Example 1 0 


With oxydation 


Hydrogen 


450*>c 


316 (4000 Oe) 


Example 11 


With oxydation 


Nitrogen 


450'»C 


237 (3000 Oe) 


Example 1 2 


With oxydation 


Nitrogen 


450*»C 


197.5 (2500 Oe) 


Comparative Example 3 


Without oxydation 


Nitrogen 


450«C 


47.4 (600 Oe) 


Comparative Example 4 


Without oxydation 


Nitrogen 


450*C 


39.5 (500 Oe) 



[0205] As shown in Examples 9 to 12, due to the oxidation, higher magnetic properties (coercive forces) than those 
of Comparative Examples 3 and 4 in which no oxidation treatment was carried out, was obtained. Also as shown in 
Examples 9 and 10, by employing the hydrogen atmosphere at the annealing treatment, the magnetic property could 
be further improved while the treatment temperature was kept at a low temperature. 

[0206] As described above, the invention can provide a production method capable of particularly producing a mag- 
netic particle with hard magnetism without increasing the temperature at the time of annealing, a magnetic particle 
produced by the production method, and a magnetic recording medium comprising a magnetic layer containing the 
magnetic particle. 



Claims 

1. A method of producing a magnetic particle including forming on a support a layer containing alloy particles that 
can form a CuAu type or CU3AU type hard magnetic order alloy phase, oxidizing the layer, and annealing the layer 
in a non-oxidizing atmosphere. 

2. A method of producing a magnetic particle Including producing an alloy particle that can form a Cu Au type or CU3AU 
type hard magnetic order alloy phase, oxidizing the alloy particle, and annealing the particle In a non-oxidizing 
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atmosphere. 

A method of producing a magnetic particle according to claim 1 orciaim 2, wherein the atmosphere forthe annealing 
is a reducing atmosphere, an annealing temperature is 450'*C or lower, and a retention time is 1 0 minutes or shorter. 

A method of producing a magnetic particle according to claim 1 or claim 2, wherein a third element other than 
elements that can form the CuAu type or CugAu type hard magnetic order alloy phase, is added to the alloy particle 
as an alloying element. 

A magnetic particle produced by a method including forming on a support a layer containing alloy particles that 
can form a CuAu type or CugAu type hard magnetic order aljoy phase, oxidizing the layer, and annealing the layer 
in a non-oxidizing atmosphere. 

A magnetic particle produced by a method including producing an alloy particle that can form a CuAu type or CU3AU 
type hard magnetic order alloy phase, oxidizing the alloy particle, and annealing the particle In a non-oxidizing 
atmosphere. 

A magnetic particle according to daim 5 or claim 6, wherein the atmosphere for the annealing is a reducing at- 
mosphere, an annealing temperature is 450'*C or lower, and a relenlion lime is 10 minutes or shorter. 

A magnetic particle according to claim 5 or claim 6, wherein a third element other than elements that can form the 
CuAu type or CU3AU type hard magnetic order alloy phase, is added to the alloy particles as an alloying element. 
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